CHILLED WHEELS.
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the rim set up by chilling. The wheels in Fig. 98 are little better, though in theory the dishing of the web should offer little or no resistance to the shrinkage of the rim. When
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these fracture they fail by the web or the boss breaking clean away with a circular fracture. Properly such wheels should have double webs, with cored spaces between, but the number required of them does not warrant the expense
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of their manufacture, and the desired object is attained in a more reliable and efficient manner.
For the majority of good cranes used, whether of low